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(g) Migration-resistant copper alloy for terminal and connector uses having excellent spring 
characteristics, strength and conductivity. 

<§) Disclosed herein is a migration-resistant copper alloy for terminal and connector uses having 
excellent spring characteristics, strength and conductivity which contains 0.4 to 4.0% by weight of Ni, 
0.1 to 1.0% by weight of Si, 1.0% (exclusive) to 5.0% (inclusive) by weight of Zn, 0.05 to 0.5% by weight of 
Mg. 0.1 to 0.5% by weight of Sn. and 0.001% (inclusive) to 0.01% (exclusive) by weight of at least one of 
Cr, Ti and Zr, the balance being Cu and unavoidable impurities. The copper alloy is excellent in 
softening resistance, migration resistance, stress relaxation properties, corrosion resistance, etc. as 
well as spring characteristics, strength and conductivity, and is suitable for terminals and connectors. 
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MIGRATION-RESISTANT COPPER ALLOY FOR TERMINAL AND CONNECTOR USES HAVINO 
EXCELLENT SPRING CHARACTERISTICS, STREN TH AND CONDUCTIVITY 



BACKGROUND OF THE INVENTION 

(1 ) Field of the invention 

5 This invention relates to a migration-resistant copper alloy for terminal and connector uses which has excel- 

lent spring characteristics, strength and conductivity. 

(2) Description of the Prior Art 

10 There have been various types of terminals and connectors, for example, those as shown In Figure 4. 

In response to the recent needs for electric and electronic apparatus smaller in weight and dimensions, 
the component parts used for electricand electronic apparatus have also come to be reduced in size. The reduc- 
tion in size of the component parts has been accompanied by a closer pitch of electrodes, an increase in the 
number of electrodes and, further, an increased current capacity, in designing the terminals and connectors. 

is Conventionally, brass or phosphor bronze alloys have been used as materials for terminals and connectors. 

However, the brass or phosphor bronze alloys, when used as a terminal or connector material, have the fol- 
lowing drawbacks. 

The conductivity of brass is as low as 28% IACS, and that of phosphor bronze alloys is as low as 22% 
IACS. In addition, these materials are poor in heat resistance. 
20 Further, the terminals or connectors made of brass or a phosphor bronze alloy become unable to exhibit 

their intended function, because of a lowering in the fitting force at the joint portion in use. Such a lowering of 
fitting force is probably due to the vast quantity of Joule heat generated by an Increased current flowing through 
the terminal or connector. 

In addition to the above, the phosphor bronze alloys have the problem of poor resistance to migration. The 
25 migration, here, is a phenomenon in which copper (Cu) ionized upon dew deposition or the like between elec- 
trodes is urged by the Coulomb force between the electrodes to deposit on the cathode, and crystals of the 
deposited metal grows in a dendritic form from the cathode, in the same manner as In electrodeposition, to even- 
tually reach the anode, resulting in short-circuit. Such a phenomenon arises from repeated dew deposition and 
drying. Although the migration has formerly known to occur on Ag, it has been known that the migration also 
so occurs on phosphor bronze alloys, according to the above-mentioned closer electrode spacing or the like. 

On the other hand, brass has the problem of poor resistance to stress corrosion cracking. It has excellent 
migration resistance. 

Thus, there has hitherto been no material that is excellent In conductivity, strength, elastic limit fitting force 
and migration resistance, is also excellent in corrosion resistance, especially resistance to stress corrosion 
cracking and that is capable of coping with the problem of increased current capacity associated with the smaller 
size and higher density of terminals and connectors and with the worsening use environment for the terminals 
and connectors. 

SUMMARY OF THE INVENTION 

It is accordingly an object of this invention to provide a cooper alloy for terminal and connector uses which 
has excellent conductivity, strength, spring characteristics, fitting force and migration resistance and is excellent 
in corrosion resistance, particularly resistance to stress corrosion cracking. 

According to this invention, there is provided a migration-resistant copper alloy for terminal and connector 
uses having excellent spring characteristics, strength and conductivity which contains 0.4 to 4.0% by weight 
of Ni, 0.1 to 1.0% by weight of Si, 1.0% (exclusive) to 5.0% (inclusive) by weight of Zn, 0.05 to 0.5% by weight 
of Mg, 0.1 to 0.5% by weight of Sn, and 0.001% (inclusive) to 0.01% (exclusive) by weight of at least one of 
Cr, Ti and Zr, the balance being Cu and unavoidable impurities. 

The alloy of this invention is excellent in spring limit conductivity, softening resistance, migration resist- 
ance, r laxatlon properties, etc. as well as strength, and is therefore suitable for terminals and connectors. 

Th above and other bj cts, features and advantages f this invention will become apparent from the fol- 
lowing description and append d claims, tak n in conjunction with the accompanying drawing which show by 
way f example som preferred embodiments fth Invention. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

Figures 1 and 2 are each a conceptual illustration of a testing method for migration resistance ; 
Figure 3 is a conceptual illustration of a measuring method for stress relaxation ; and 
5 Figure 4 shows sectional views and perspective views of exemplar terminals and connectors. 

DESCRIPTION OF PREFERRED EMBODIMENTS 

In the copper alloy according to this invention, the aforementioned constituents are contained In the 
10 aforementioned respective amounts, the limits of which are set on the grounds as follows. 

Ni 

Nickel (Ni) f when added to the alloy together with Si, improves strength of the alloy. When the Ni content 
is of the alloy is less than 0.4% by weight, an improved strength cannot be expected even if the alloy contains SI 
in an amount of 0.1 to 1.0% by weight. When the Ni content is more than 4.0% by weight, the workability of th 
copper aiioy is worsened, and the strength of the alloy is little improved. Therefore, the Ni content is sot in the 
range of 0.4 to 4.0% by weight 

20 Si 

Silicon (Si) Improves the strength of the copper alloy by forming a compound with Ni. When the Si content 
is less than 0.1% by weight, improvement of strength is not expectable even if the alloy contains 0.4 to 4.0% 
by weight of Ni. An addition of more than 1.0% by weight of Si, on the other hand, lowers workability and con- 
25 ductMty of the alloy. Thus, the Si content is set in the range from 0.1 to 1.0% by weight 

Zn 

Wettability by solder and tin and adhesion to solder and tin are essential to materials for electronic 
so apparatus. Zinc (Zn) is an indispensable element for inhibition of peeling of solder and Sn platings and for 
improvement of migration resistance. 

Upon penetration of water, dew deposition or the like between electrodes of an electric or electronic com- 
ponent part, zinc prevents the development of migration of Cu, because of the difference in electrochemical 
tendency between Zn and Cu, thereby suppressing leakage current. If the Zn content is not more than 1.0% 
35 by weight, the cooper alloy cannot have properties comparable to those of brass. On the other hand, an addition 
of more than 5.0% by weight of Zn leads to unfavorable results such as a lower conductivity and lower resistance 
to stress corrosion cracking, though the migration resistance of the alloy is improved. Therefore, the Zn content 
is set in the range from 1.0% (exclusive) to 5.0% (inclusive) by weight 

40 Mg 

Magnesium (Mg) is an indispensable element for improving the hot workability and strength, particularly 
spring limit, of the copper alloy. When added in an amount of not less than 0.05% by weight, magnesium reacts 
with sulfur, which is introduced into the copper alloy from the raw materials at the time of ingot casting and which 
45 has a low melting point. The reaction yields MgS f which has a high melting point Thus, magnesium fixes sulfur, 
thereby improving hot workability of the copper alloy and, further, enhancing the spring limit of the alloy. When 
the Mg content exceeds 0.5% by weight, however, the improvement of spring limit fe saturated and, rather, there 
results a lowering in the fluidity and casting qualities at the time of melting and casting the cooper alloy. There- 
fore, the Mg content is set in the range of 0.05 to 0.5% by weight. 

60 

Sn 

Tin (Sn) improves the strength and spring limit of the copper alloy, by dissolving in Cu. When the Sn content 
is less than 0.1% by weight, the improvement of strength and spring limit cannot be expected, whereas an addi- 
55 ton of more than 0.5% by weight of Sn leads to a lower conductance. Thus, the Sn content is set in the range 
of 0.1 to 0.5% by weight. 
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Cr, T1. Zr 

Chromium (Cr). titanium (Ti) and zirconium (Zr) each function to strengthen the grain boundaries of an ingot 
of the copper alloy and to improve the hot workability of the alloy. When the amount of these elements added 
s is less than 0.001 % by weight, the effect of the addition Is slight whereas an addition of more than 0.01 % by 
weight of these elements leads to easier oxidation of the molten alloy, thereby making It impossible to obtain 
a sound ingot Therefore, at least one of Cr f Ti and Zrls contained in an amount of 0.001% (inclusive) to 0.01% 
(exclusive) by weight 

10 Production Example 

The copper alloy of this invention zl.) La produced, for example, by the following process. 
An ingot of the alloy of this invention Is made by the conventional semi-continuous casting method, and is 
hot worked at a temperature of 900 to 970°C. The hot working is followed by quenching from a temperature of 

15 not lower than e50 o C, at a cooling rate of at least 15°C/sec. When the temperature from which to quench the 
hot-worked alloy is lower than 600°C, both Ni and Si fail to dissolve in the Cu phase even ff the cooling rate is 
15*C/sec or above. Similarly, when the cooling rate is below IS'C/sec, both NI and Si faD to dissolve In the Cu 
phase even if the alloy is quenched from a temperature of 650°C or above. In such cases, the intended preci- 
pitation starts before a precipitation hardening treatment and the precipitates are aggregated and coarsened, 

20 so that the contribution of the precipitates to strength of the alloy is reduced. In view of this, the quenching tem- 
perature is 600°C or above, and the cooling rate is at least 15°C/sec. 

Subsequently, an at least 30% cold working is conducted, and a precipitation hardening treatment is carried 
out. The temperature at which a maximum amount of Ni 2 Si is precipitated, namely, the temperature which leads 
to a highest conductance is 500°C. The precipitation amount of the NfeSi compound is small at temperatures 

25 below 400°C. Therefore, annealing for precipitation hardening is carried out a temperature of 400 to 550°C. 
When the annealing time Is less than 5 minutes, satisfactory precipitation is not effected. On the other hand, 
an annealing for more than 4 hours is of no use, on an economical basis. Thus, the annealing is carried out 
for a period of 5 minutes to 4 hours. 

30 Embodiments 

Now, some embodiments of the migration-resistant copper alloy for terminal and connector uses having 
excellent strength and conductivity according to this invention will be explained below. 

Alloys having the chemical compositions set forth in Table 1 were melted in air by a resistance heating 
35 type electric furnace and under a charcoal covering. From the alloys thus melted, ingots with 50 mm thickness, 
80 mm width and 1 80 mm length were cast 

Next the face and back surfaces of each ingot were faced about 2 mm, followed by heating to 950°C, hot 
working down to a 1 5 mm thickness, reheating to 700°C, and quenching in water. The cooling rate of the quench- 
ing was 30°C/sec. 

40 After oxides on the surfaces of the quenched products were removed mechanically, cold rolling down to a 

1.2 mm thickness was carried out, and precipitation hardening annealing was carried out at 525°C for 3 hours. 
The thus treated alloy products were cold rolled down to a 0.36 mm thickness, then precipitation hardening 
annealing was carried out again, at 475 Q C for 3 hours, followed by predetermined finish rolling. 

Subsequently, low-temperature annealing was carried out at 400°C for the purpose of Improving spring limit 

45 and elongation. 

The specimens prepared as above were subjected to senile tests and to measurement of stress relaxation, 
spring characteristics, conductivity and softening resistance. 

Test pieces for tensile test and measurement of spring characteristics, stress relaxation and conductivity 
were made to have the longitudinal direction in the rolling direction. 
so The tensile test was carried out by use of JIS No. 13B test pieces on a 2-ton universal testing machine, 

spring limit was tested according to JIS H3130. 

Electrical conductivity was measured based on JIS H0505. 

Migration resistance was tested as follows. A pair of test pieces as shown in Figure 1, 0.64 mm x 3.0 mm 
x 80 mm, were prepared from each specim n. With a DC voltage of 14 V applied to the pair of test pieces, a 
55 drying-wetting test cycl consisting of 5-min immersion In tap water and 10-min drying was repeated 50 times, 
as shown in Figure 2, and the maximum leak current during the 50 test cycles was measured by a high-sen- 
sitivity recorder. 

The stress relaxation was determined by m asuring the deformation (residual b nd) of each test piece after 
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the test piece was maintained at 150°C for 500 h urs, with a stress of 80% based on the yield stress of the 
t st piece being exerted thereon, in a cantilever condition, as shown in Figure 3. 

The stress relaxation was calculated according to the following formula : 

Stress relaxation (%) = l^/l 0 x 100 
5 where l 0 is the displacement of the test piece upon application of the stress, and !<, is the displacement of the 
test piece upon removal of the stress after 500 hours of testing. Besides, I in the figure is the initial position of 
the test piece before application of the stress. 

The results of the above tests, for the alloys of this invention and for comparative alloys, are set forth in 
Table 2. 
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As evident from Table 2, the alloys of this Inv ntion are superior in el ctrical conductivity and s ftening 
resistance to brass of No. 14 and phosphor bronze of No. 15, which are comparative alloys. The alloys of this 
invention are comparable to phosphor bronze as to strength and spiring limit, and are as high a brass in terms 
of migration resistance. 

As has been described above, the migration-resistant copper alloy for terminal and connector uses having 
excellent strength and conductivity according to this invention is capable of coping with the decreasing size of 
terminals and connectors, because of its excellent spring limit, electrical conductivity, softening resistance, 
migration resistance, etc., and ensures less deterioration in the function of the terminals and connectors due 
to lowered fitting forces at joint portions upon increases in current capacity. 

With the copper alloy of this invention used, it is possible to inhibit the migration of Cu which would be 
caused by condensation of moisture or penetration of water under worsened use conditions for electronic 
apparatus. As a result, the short-circuit trouble as has been experienced with a smaller electrode pitch is pre- 
vented. 

Accordingly, the alloy of this invention has a well-balanced combination of conductivity stress relaxation 
characteristics and migration resistance, as well as excellent spring limit, and is suitable for terminals and con- 
nectors. The alloy of this invention, therefore, contributes greatly to electronic and electric machinery industries. 



Claims 

1. A migration-resistant copper alloy for terminal and connector uses having excellent spring characteristics, 
strength and conductivity, characterized in that it contains 0.4 to4.0% by weight of Nl, 0.1 to 1.0% by weight 
of Si, 1.0% (exclusive to 5.0% (inclusive) by weight of 2n, 0.05 to 0.5% by weight of Mg, 0.1 to 0.5% by 
weight of Sn, and 0.001% (inclusive) to 0.01% (exclusive) by weight of at least one of Cr, Ti and Zr, the 
balance being Cu and unavoidable impurities. 
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